Appl. No. TBD 

Preliminary Amdt. Dated September 22, 2006 
Reply to Office action of N/A 

Amendments to the Claims: 

This listing of claims will replace all prior versions, and listings, of claims in the 
application: 

Listing of Claims: 

Claims 1-22 (cancelled) 

Claim 23 (currently amended): A product comprising a composition which 
comprises polyethylene terephthalate, aLhindered amine light stab i liso r stabilizer and 
an acetaldehyde scavenger. 

Claim 24 (currently amended): [[A]]Ihe product according to claim 23, 
wherein said product comprises recycled polyethylene terephthalate. 

Claim 25 (currently amended): FfA IIThe product according to claim 23-eF 
claim 24 , wherein said product is in the form of pellets or granules. 

Claim 26 (currently amended): FfAH The product according to claim 23--eF 
c l aim 2A , wherein said product comprises a mou l dod molded article. 

Claim 27 (currently amended): [[A]]The product according to claim 23-ef 
c l a i m 2 4, wherein said product comprises a preform for a receptacle , for e xample 
bott l e . 
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Claim 28 (currently amended): ff AIIThe product according to claim 23^ 
c l a i m 24 , wherein said product comprises a bottle. 



Claim 29 (currently amended): [[A]]The uso, compos i t i on, mothod or 
product according to any preceding claim 23, wherein said hindered amine light 
stab i lis e r stabilizer includes a moiety I or II 
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wherein 



G is liydrogen or methyl, and 



Gi and G2 are hydrogen, methyl or together are oxygen, 



Claim 30 (cancelled) 

Claim 31 (currently amended): fFAI lThe uso, composition mothod or product 
according to any procodlng claim 23 . wherein said hindered amine light 
stab ili so r stabilizer is selected from poly[6-[(1,1,3,3-tetramethylbutyl)amino]1,3,5- 
triazine-2,4-diyl]-[(2,2,6,6-tetramethyl-4-piperidyl)-imino]hexamethylene[(2,2,6,6- 
tetramethyl-4-piperidyl)imino], poly-[[6-[N-{2,2,6,6-tetramethyl-4-piperidinyl)-n- 
butylamino]-1,3,5-triazine-2,4-diyl][(2,2,6,6-tetramethyl-4-piperidinyl)imino]-1,6- 
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hexanediyl[2,2,6,6-tetramethyl-4piperidinyl)imino]]-alpha-[N,N.N'.N'-tetrabutyl-N"- 
(2,2,6,6-tetramethyl-4-piperidinyl)-N''-[2,2,6,6-tetramethyl-4-piperidinylamino)-hexyl]- 
[13,5-triazine-2,4,6-triamine]omega-N,N,N',N'-tetrabutyl-1,3,5-triazine-2,4-diamine, 
Compound IV in Figuro 1 , sebacic acid, bis(2,2,6,6-tetramethyl-4-piperidyl)ester, and 
poly(6-morpholino-1 ,3,5,-triazine-2,4,-diyl)[(2,2,6,6-tetramethyl-4-piperidyl)imlno]- 
liexamethylene-[(2,2,6,6-tetramethvl-4-plperldvl)-imino1 and ttie following compound 
where m is an integer 
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Claim 32 (currently amended): [[A]]Ihe uso, compos i tion, method or 
product according to any proooding claim 29. wherein said hindered amine light 
stabi l is o r stabilizer includes: rral lsaid moiety I doocr i bod i n c l aim 20, w herein each G 
represents a hydrogen atom and Gi and G2 represent hydrogen atoms; a - 
(CH2CH2)p- moiety where p is in the range 1 to 10 , whoroin said stabi l icor is an 



oligom e r . 



Claim 33 (currently amended): [[A]]The use, composition, method or 
product according to any proooding claim 23. wherein said hindered amine light 
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stabi l ise r stabilizer comprises the following structure VII as shown in Figure 2 wherein 
m is an integer in a range of 2 to 200: 




Claim 34 (currently amended): [[A]]The use, composition, method or 
product according to any preceding claim 23. wherein said acetaldehyde scavenger 
includes one or more nitrogen atoms. 



Claim 35 (currently amended): [[A]]The us e , composition, method or 
product according to any preceding claim 23. wherein said acetaldehyde scavenger 
includes a primary or secondary amine moiety. 

Claim 36 (currently amended): [[A]]The us e , composition, m e thod or 
product according to any preceding claim 23, wherein said acetaldehyde scavenger 
includes -NH2, -CONH2 and a substituted phenyl moiety. 
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Claim 37 (currently amended): [[A]]Ihe use, compos i tion, mothod or 
product according to any proc o d i nq claim 23, wherein said acetaldehyde scavenger 
compris e s is selected from the group consisting of : 

a polyamide selected from the group consisting of low molecular weight 
partially aromatic polyamides having a number average molecular weight of less 
than 15,000, low molecular weight aliphatic polyamides having a number average 
molecular weight of less than 7,000, and combinations thereof; 

ef=~an organic additive compound comprising at least two component 
molecular fragments, each component molecular fragment comprising at least two 
hydrogen substituted heteroatoms bonded to carbons of the component molecular 
fragment, the component molecular fragments each being reactive with 
acetaldehyde to form water and a resulting organic molecular fragment comprising 
an unbridged 5- or 6- membered ring including the at least two heteroatoms; 

ef—Anthranilamide, 1 ,8-diaminonaphthalene, Allantoin, 3,4-diaminobenzoic 
acid, Malonamide, Salicylanilide, 6-amino-1 ,3-dimethyluracil (DMU), 6- 
Aminoisocytosine, 6-Aminouracil, and 6-Amino-1 -methyluracil. 

Claim 38 (currently amended): rFAl lThe uso, compos i tion, m e thod or 
product according to any precod i ng claim 23, wherein said acetaldehyde scavenger 
is selected from anthranilamide and 1 ,6-bis (2-aminobenzamidoyl hexane). 

Claim 39 (currently amended): FFAI IThe uso, composition, mothod or 
product according to any procoding claim 23. wherein the ratio of the weight of said 
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acetaldehyde scavengers to the weight of said hindered amine light 
stabilisors stabilizers in said product is at least 2 and less than 30. 

Claim 40 (currently amended): [[A]]The uso, compos i tion, method or 
product according to claim 39, wherein the ratio is in the range 3 to 8. 

Claim 41 (currently amended): [[Al]The use, composition, method or 
product according to any pr e c e ding claim 23. wherein in a mould i ng compos i t i on 
comprising po l yethy le n e t e r e phthalate, t he amount of acetaldehyde scavenger in the 
composition is in the range 0.01 to 0.05wt% and the amount of hindered amine light 
stabi li se r stabilizer is in the range 0.002 to 0.040wt%. 

Claim 42 (currently amended): [[A]]The uso, compos i t i on, method or 
product according to claim [[41]]26, wherein said mouldingcompooition molded article 
includes at least 95wt% of polyethylene terephthalate. 

Claim 43 (new): The product according to claim 23, wherein 
(a) said hindered amine light stabilizer is selected from the group 
consisting of poly[6-[(1 ,1 ,3,3-tetramethylbutyl)amino]1 ,3,5-triazine-2,4- 
diyl]-[(2,2,6,6-tetramethyl-4-piperidyl)-imino]hexamethylene[(2,2,6,6- 
tetramethyl-4-piperidyl)imino], poly-[[6-[N-(2,2,6,6-tetramethyl-4- 
piperidinyl)-n-butylamino]-1,3,5-triazine-2,4-diyl][(2,2,6,6-tetramethyl-4- 
piperidinyl)iminol-1,6-hexanediyl[2,2,6,6-tetramethyl- 
4piperidinyl)imino]]-alpha-[N,N,N',N'-tetrabutyl-N"-(2,2,6,6-tetramethyi- 
4-piperidinyl)-N"-[2,2,6,6-tetramethyl-4-piperldlnylamino)-hexyl]-[1, 3,5- 
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triazine-2,4,6-triamine]omega-N,N.N',N'-tetrabutyl-1.3,5-triazine-2,4- 
diamine, sebacic acid, bis(2,2,6,6-tetramethyl-4-piperidyl)ester, poly(6- 
morpholino-1,3,5,-triazine-2,4,-diyl)[(2,2,6,6-tetramethyl-4- 
piperidyl)imino]-hexamethylene-[(2,2,6,6-tetrarnethyl-4-piperidyl)-imino] 
and a compound of the following fonnula wherein m is an integer 
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(b) said acetaldehyde scavenger includes a primary or secondary amine 
moiety; 

(c) the ratio of the weight of said acetaldehyde scavenger to the weight of 
said hindered amine light stabilizer is in the range 3 to 8; and 

(d) the amount of said acetaldehyde scavenger in the composition is in the 
range 0.01 to 0.05wt% and the amount of said hindered amine light 



stabilizer is in the range 0.002 to 0.040wt%. 



Claim 44(new): A method of preparing a molding composition comprising 
polyethylene terephthalate and an acetaldehyde scavenger, the method comprising 
including a hindered amine light stabilizer as an additive in the molding composition, 
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wherein the composition provides an increased degree of light transmission after 
molding. 



Claim 45 (new): The method as claimed in claim 44, wherein said hindered 
amine light stabilizer includes a moiety I or II 
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wherein 

G is hydrogen or methyl, and 

Gi and G2 are hydrogen, methyl or together are oxygen. 

Claim 46 (new): The method as claimed in claim 23, wherein said 
acetaldehyde scavenger includes one or more nitrogen atoms. 

Claim 47 (new): The method as claimed in claim 44, wherein the ratio of the 
weight of acetaldehyde scavenger to the weight of hindered amine light stabilizer is 
in the range 3 to 8, the amount of acetaldehyde scavenger in the composition is in 
the range 0.01 to 0.05wt% and the amount of hindered amine light stabilizer in the 
composition is in the range 0.002 to 0.040wt%. 
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